DANDY ROLLS.
consists of a skeleton roll covered with wire-cloth, upon which the design is worked by means of very fine wire. If the paper is required to be alike on both sides, without any specific pattern or name upon it, the roll is simply covered with wire-cloth, the impressions from which upon
BETWEEN   SHOULDERS Fig. 32.
the moist pulp correspond with those of the machine-wire on the under surface. By this means paper known as cc wove" paper is produced. A dandy-roll of this character is shown in Fig, 32. "Laid" paper, as it is
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termed, is distinguished by a dandy-roll having a series of equidistant transverse wires on the upper surface of the wire cylinder, as shown in Fig. 33, the effect of which is to produce parallel lines on the paper, caused by the pulp being thinner where the moist paper is impressed by the raised wires, which renders the lines more transparent than the rest of the paper. The dandy-roll, which is usually about 7 inches in diameter, corresponds in length